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Title: 



"Magnesium alloy" 




The invention concerns magnesium-aluminium-silicon based alloys with improved 
corrosion resistance. 

Such alloys are used for die casting of for example automotive, transmission and engine 
parts. Therefore the alloy needs to have good mechanical properties also at elevated 
temperatures. Alloys for this use available on the market today include AS21, AS41 and 
AE42. The alloy AS21 has the following composition (Hydro Magnesium Specifications), 
L9-2.5 weight % Al, minimum 0.2 weight % Mn, 0.15-0.25 weight % Zn, 0.7-1.2 weight 
% Si, maximum 0.008 weight % Cu, maximum 0.001 weight % Ni, maximum 0.004 
weight % Fe and maximum 0.01 weight % of other elements each. The alloy AS41B 
(ASTM B93-94a) contains 3.7-4.8 weight % Al, 0.35-0.6 weight % Mn, maximum 0.10 
weight % Zn, maximum 0.60-1.4 weight % Si, maximum 0.015 weight % Cu, maximum 
0.001 weight % Ni, maximum 0.0035 weight % Fe and maximum 0.01 weight % of other 
elements each. The alloy AE42 (Hydro Magnesium Specifications) contains 3.6-4.4 weight 
% Al, minimum 0.1 weight % Mn, maximum 0.20 weight % Zn, maximum 0.04 weight % 
Cu, maximum 0.001 weight % Ni, maximum 0,004 weight % Fe, 2.0-3.0 weight % RE and 
maximum 0.01 weight % of others each. RE refers to rare earth elements. All these alloys 
contain some iron and as iron is detrimental to the corrosion properties of magnesium 
aluminium alloys, manganese is used to control and reduce the iron content in the alloys. 

20 In spite of this, the corrosion resistance of for example AS21 is not sufficient in e.g. 
automotive use. Car parts are subjected to a harsh environment especially at winter time 
when de-icing agents are applied to the roads. The alloy AE42 has good corrosion 
properties also in this environment, but it is more expensive than e.g. AS21. In addition, 
the casting properties are not as good as for the others, particularly due to a tendency to 

25 stick and solder to the die. 

Alloys of this type are also described for example in Norwegian patent No. 121 753 , US 
patent No. 3 718 460 and French patent No. 1 555 251. 
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The object of the invention is to improve the corrosion resistance without detonation of 
basic properties of magnesium-aluminium-silicon alloys. Another object is to avoid 
increased costs of the alloy. 

These and other objects of the invention are obtained by the alloy as described below. The 
5 invention is further described and characterized by the accompanying patent claims. 

The invention concems a magnesium based alloy with improved corrosion resistance, 
containing 1.5-5 weight % Al, 0.6-1.4 weight % Si, 0.01-0.6 weight % Mn, 0.01-0.4 
weight % RE. The content of impurities should be kept at a low level with maximum 0.008 
weight % Cu, maximum 0.001 weight % Ni, maximum 0.004 weight % Fe and maximum 

10 0.01 weight % of other elements each. Particularly, a Mn content of 0.05 - 0.2 weight % is 
favorable. In addition, it is preferable to add until 0.5 weight % Zn and especially 0.1- 0.3 
weight % Zn. This element has a positive effect on corrosion resistance. The rare earth 
elements used are preferably in the form of Misch metal. A preferred alloy contains 1.9-2.5 
weight % Al, 0.7-1.2 weight % Si, 0.15-0.25 weight % Zn, 0.01-0.3 weight % RE and 

15 0.01-0.2 weight % Mn. The invention also concems a method of improving the corrosion 
resistance of magnesium, aluminium, silicon alloys where Mn is added in order to reduce 
Fe impurities, by keeping both Mn and Fe at a low level by adding small amounts of RE. It 
is preferred to keep the Mn content above 0.01 weight % and the RE content in the range 
0.01-0.4. 

20 The invention will be further illustrated with reference to Figures 1-6, where 

Figure 1 shows the combination of Mn and RE content found in the the investigated 

specimens. These compositions span the temperature range from 650 °C - 720 °C. 
The mutually limited solubility of Mn and RE restricts the investigation to the 
lower left half of the figure. 

25 Figure 2 shows the Fe content in the specimens analyzed in the test program. 



Figure 3 shows corrosion rates (MCD = mg/cmMay) of immersion tested of gravity cast 
disc samples vs. RE and Mn content of the investigated specimens. 



Figure 4 shows corrosion rates vs. Mn and Fe content of the investigated specimens. The 
results are from 72 hours immersion tiests of gravity cast disc samples. 

Figure 5 shows corrosion rates vs. RE content and casting temperature for the gravity cast 
disc samples containing minimum 0.045 weight% Mn. 

5 Figure 6 shows corrosion rates vs. Mn and RE content of the investigated die cast plates. 
In this investigation the Mn and the RE contents were varied in the range 0.05 - 
0.35 weight%. 

Figure 7 shows corrosion rates for the die cast plates, tested in salt spray for 240 hours 
according to ASTM Bl 17, vs. Mn and Fe content. The trends as observed in the 
10 immersion tests of the gravity cast disc samples are also found here. 

The present findings show that it is possible to significantly improve the corrosion 
resistance of magnesium alloys with aluminium and silicon by the addition of small 
amounts of Rare Earth (RE) elements. One or more of scandium, yttrium, lanthanum, 
cerium, praseodymium, neodymium, promethium, samarium, europium, gadolinium, 
15 terbium, dysprosium, holmium, erbium, thulium, ytterbium and lutetium may be used as 
rare earth elements. However, it is expensive to isolate the individual rare earth elements, 
so Misch metal, which is comparatively cheap, may preferably be used. 

In Mg-Al-Si based alloys the solubilities of Mn, RE and Fe are mutually restricted. In 
addition, reduced temperature reduces their mutual solubility. 



20 Several experiments have been carried out and are described in tiie foUowing examples. 



Example 1 

Magnesium alloys of the type AS21 have been prepared with different combinations of 
Mn and RE. Table I and Figure 1 shows the different combinations of Mn and RE which 
are investigated. The Rare Earth elements are added in the form of Misch metal, a mixture 
of Ce, La Pr and Nd ( Approx, 55 weight % Ce, 25 weight %La, 15 weight % Nd, 5 
weight % Pr). Other mixtures of Rare Earth elements are expected to give the same effect. 

The other elements Al, Si and Zn were held constant within the specification of the alloy, 
and close to 2.2 %, 1.0 % and 0.2 % respectively. The alloys were prepared by adding 
controlled amounts of Mn and RE to the alloy at temperatures around 740 "^C (for some 
compositions about 760 ^'C), and then giving the alloys time to stabilize at specified 
temperatures before casting of test samples for chemical analysis and corrosion tests. The 
Fe content of the specimens is a result of the equilibrium condition established. 

In addition, unmodified AS21 was also tested and the results are included in Table 1. 

The corrosion resistance was determined for gravity cast disc samples by immersing into a 
solution of 5 % NaCl at 25 ''C for 72 hours. The ratio between test solution and sample 
surface was 10 ml/cm^ in all the tests. The casting temperature and corrosion rate for 
gravity cast disc samples are included in Table 1. The corrosion rates are determined by 
weight loss measurements and are measured in MCD (mg/cmMay). 

Table 1. Casting temperature, composition and corrosion rates for the 
permanent mold cast medallions included in this investigation. 



Temp. 


Al 


Zn 


Mn 


Si 


Fe 


RE 


Corrosion 

rat<» 


[°C] 


[weight%] 


[weight%] 


[weight%] 


[weight%] 


[ppm] 


(weight%] 


[MCD] 


650 


2,42 


0,19 


0,00 


0,96 


12 


0,10 


4,9 


650 


2,18 


0,19 


0,16 


0,99 


21 


0,00 


4.2 


650 


2,44 


0,20 


0,03 


0,98 


6 


0,11 


1,3 


650 


2,46 


0,20 


0,05 


0,95 


2 


0,11 


1,6 


650 


2,40 


0,19 


0,01 


0,99 


9 


0,09 


3,4 


660 


2,30 


0,16 


0,24 


0,88 


4 


0,00 


4,4 


660 


2,30 


0,17 


0,24 


1,00 


9 


0,00 


4,0 


660 


2,40 


0,18 


0,25 


0,91 


6 


0,00 


4,6 


660 


2,07 


0,20 


0.06 


0,99 


4 


0,12 


1.1 



5 



660 


2,30 


0 18 


0 22 


0 QQ 


c 
0 




1 0 


660 


2,30 


0,18 


0 18 


0 94 


1 8 
1 0 


0 DO 


4 7 


660 


2,20 


0,17 


0,17 


1 02 


27 


0 00 


4 1 


660 


2,20 


0,17 


0,06 


0 99 


53 


0 00 

v/,V/V/ 


5 5 
-/,j 


660 


2,18 


0,21 


0 04 


1 01 

X ,V/ X 


\j 


0 13 

V/, X 3 


0 6 


660 


2,40 


0,17 


0,00 


1 01 

X ,\/ X 


75 


0 00 


88 0 


660 


2,23 


0,21 


0 22 


1 00 


10 

XV/ 


0 01 

V/,V/1 


4 4 


660 


2,26 


0 21 


0 25 


0 86 


10 

IV/ 


0 01 


4 7 


660 


2,15 


0 20 


0 12 

vr, X ^ 


0 Q8 


s 

•/ 


0 04 


9 1 

z,o 


680 


2 04 


0 20 


0 07 


0 Q6 




0 14 

V/, 1*T 


1 0 
1,U 


680 


2,30 


0 17 


0 20 


0 Q6 


4S 


0 00 

VI,V/Vi 


^ 0 


680 


2,39 


0,19 


0 01 


0 95 


14 


0 18 

Vf, X 0 


s 0 


680 


2,30 


0 18 


0 26 


1 00 


18 


0 00 


S 4 


680 


2 48 


0 20 


0 07 


0 08 


•J 


0 17 
U, l / 


9 1 

Z,l 


680 


2 30 


0 16 




0 QO 


u 


0 on 

VI,UU 


S d 


680 




0 17 


0 9Q 


0 07 


Q 


n nn 


A 7 


VJOVy 


2 40 


0 18 


0 '^1 


0 QO 




n nn 


^ 0 
D,Z 


680 


2 48 


0 90 


0 01 


1 O'^ 




n 1 A 
u,io 






9 90 


0 17 


0 1 R 


l,Ui 




n nn 


0,4 


680 


2 10 


0 91 


0 9Q 


0 87 


9n 


n ni 


s 0 


680 

yjKjyj 


2 21 


0 90 


0 90 


1 09 


S9 


n nn 




680 


2 40 


0 18 


0 00 


1 0'^ 


Of^ 


n nn 

V/,VIVJ 


Q7 1 


680 




0 91 


0 OS 


1 01 


in 

IVJ 


n 1/^ 
v/,10 


n 


680 


2 20 


0 17 


0 0^^ 


0 07 


7'^ 


n nn 


8 1 
0,1 


680 


9 18 


0 91 


0 1 


1 on 


1 


n n^ 


0 n 
z,u 


680 


9 4S 


0 90 


0 OzL 


n QQ 


1 n 


n 1 Q 


n 


\JO\J 


9 1^1 


0 91 








n no 




700 


2 '^O 


0 17 


0 91 


0 0/^ 


89 
oz 


n nn 


Q 4 


700 


2 28 


0 21 


0 '^l 

V/,3 1 


0 87 


'^O 


n no 


8 s 
o,«/ 


700 


2 l'^ 


0 90 


0 10 


1 00 




n 1 7 


1 n 

1,U 


700 


2 30 


0 17 


0 98 


1 01 

X ,vf X 




n nn 

V/,V/V/ 


7 1 


700 


2 22 


0 21 


0 96 


1 01 

1 ,v/ i 


94 


o ni 

Vi,V/3 


s 4 


700 


2 40 


0 17 


0 00 


1 09 


1 1 ^ 


n nn 


01 4 


700 


2 20 


0 17 


0 18 


1 09 


l'\ 
1 0 


n nn 


7 8 


700 


2 20 


0 17 


0 07 


0 08 


07 


n nn 

V/,UVI 


1 1 9 
1 l,z 


700 


2 40 


0 17 




0 Of^ 


\j 


n nn 


#^ 1 


700 


2 25 


0 21 


0 OS 


1 09 


i«/ 


n 91 

U,ZJ 


9 9 
z,z 


700 


2 23 


0 21 


0 1 s 


1 01 

1 ,U 1 


10 
1 VI 


n n8 


9 n 
z,u 


700 


2 30 


0 18 

V/, X 0 


0 '^Q 


0 04 


Q 
0 


n nn 


^ 7 
0,/ 


700 


2,40 


0 15 


0 'VI 


0 Q4 


1*^ 


n nn 

V/,VIVI 


7 4 


710 


2,21 


0 20 


0 91 


1 O'^ 


1 1 1 
111 


n nn 

VI,VIV^ 


in 9 


710 


2,48 


0 20 


0 04 


1 01 
1 ,v/ X 


9S 


n 9 1 


6 1 


710 


2,47 


0 20 


0 01 

\Jj\J X 


1 0'^ 


10 


n 9n 


14 6 


710 


2 46 


0 IQ 


0 01 


1 ni 

1 ,U1 


9S 


n ofi 






9 SO 


0 9n 


U,Uo 






U,ZU 


0 0 

3,7 


720 


2,20 


0,17 


0,18 


1,01 


no 


0,00 


9,7 


720 


2.30 


0,16 


0,42 


1,01 


18 


0,00 


9.3 


720 


2,30 


0,17 


0,00 


0,99 


149 


0,00 


95,6 


720 


2.20 


0.17 


0.07 


0,97 


1^4 


0.00 
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720 


2,22 


0,21 


0,15 


1,01 


23 


0,11 


1 9 


720 


2,40 


0,15 


0,42 


0,96 


29 


0,00 


10,2 


720 


2,25 


0,21 


0,33 


0,86 


113 


0,02 


12,0 


720 


2,30 


0,17 


0,29 


1,00 


11 


0 00 


12 4 


720 


2,40 


0,18 


0,44 


0,93 


15 


0,00 


10,5 


720 


2,28 


0,21 


0,05 


1,04 


23 


0,30 


3 3 


720 


2,24 


0,21 


0,11 


1,03 


23 


0,19 


1 5 


720 


2,26 


0,21 


0,27 


1,01 


40 


0,04 


69 


720 


2,30 


0,17 


0,21 


0,93 


121 


0,00 


13,0 


740 


2,30 


0,17 


0,44 


0,97 


40 


0,00 


13,9 


740 


2,30 


0,17 


0,21 


0,94 


155 


0 00 


18 9 


740 


2,20 


0,16 


0,06 


0,94 


181 


0 00 


24 5 


740 


2,30 


0,17 


0,30 


1,13 


122 


0 00 


16 9 


740 


2,30 


0,17 


0,18 


1 00 


135 


0 00 




740 


2,30 


0,17 


0,00 


0 99 


189 


0 00 


69 1 


760 


2,30 


0,17 


0,18 


1,00 


189 


0,00 


19,6 


760 


2,40 


0,17 


0,00 


1,01 


243 


0,00 


60,8 


760 


2,30 


0,17 


0,06 


0,97 


246 


0,00 


26,4 


760 


2,30 


0,17 


0,22 


0,93 


219 


0,00 


22,2 


760 


2,30 


0,17 


0,30 


1,01 


150 


0,00 


19,8 



The corresponding Fe contents are shown in Figure 2. The figure includes data from 
different temperatures. It illustrates that all specimens containing more than 0.05 weight % 
RE have a Fe content below 40 ppm, while the specimens without RE may contain higher 
5 levels of Fe. 

The corrosion rates are also given in Tables 1 and 2. The coirosion rates are illustrated vs. 
Mn and RE contents in Figure 3. The corrosion rate is at a minimum for compositions 
with a Mn content between 0.05 and 0.2 weight %, and a RE content above 0.05 weight %. 
Comparing Figures 2 and 3 reveals that there is no direct correlation between the Fe 
10 content and the corrosion rates, also the content of Mn and RE has a significant influence. 

This can be seen in Figure 4, where the corrosion rates are plotted vs. the content of Mn 
and Fe, and the minimum is reached when both elements are at a low level. This is, 
however, not possible to obtain without the addition of other alloying elements, like the RE 
elements. Furthermore, the corrosion rates increase when the Mn content is below 0.05 
15 weight%. Thus, the presence of a low level of Mn is necessary for an optimum effect. 

The effect of RE addition of increased temperature is unexpected. Figure 5 presents 
corrosion rates vs. RE content and casting temperature for the gravity cast disc samples 
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containing a minimum of 0.045 weight% Mn. Due to the increased solubility of Mn and Fe 
with increased temperature, increased temperature has a strong negative effect on the 
corrosion resistance of unmodified AS2 1 . With the addition of RE elements, the 
equilibrium levels of Mn and Fe are strongly reduced also at higher temperatures, thereby 
S significantly reducing the corrosion rates. 



Example 2 

The alloy AS21 is produced for application as a die casting alloy. A selected set of 
compositions, as shown in Table 2, was therefore die cast into test plates, and tested in 
salt-spray according to ASTM standard no, B117-90. The corrosion results are included in 
10 Table 2 and are shown in Figures 6 and 7. There is correspondence between the corrosion 
rates determined for die cast plates and gravity cast disc samples. An optimum composition 
range is found for compositions with 0.05 - 0.2 weight % RE, and 0.05 - 0.2 weight % Mn, 

Table 2. Casting temperature, composition and corrosion 
rates for the die cast test plates included in this investigation. 
15 The corrosion rates are determined after 240 hours exposure in salt-spray. 



Temp. 


Al 


Zn 


Mn 


Si 


Fe 


RE 


Corrosion rate 


[°C] 


'weight%] 


weight%] 


[weight%] 


[weight%] 


[ppm] 


weight%] 


FMCD] 


720 


2,25 


0,21 


0,33 


0,86 


113 


0,02 


13,6 


700 


2,28 


0,21 


0,31 


0,87 


39 


0,02 


4,5 


680 


2,30 


0,21 


0,29 


0,87 


20 


0,01 


1,8 


660 


2,26 


0,21 


0,25 


0,86 


10 


0,01 


0,3 


720 


2,26 


0,21 


0,27 


1,01 


40 


0,04 


2,1 


700 


2,22 


0,21 


0,26 


1,01 


24 


0,03 


1,7 


680 


2,16 


0,21 


0.24 


0,98 


22 


0,02 


1,1 


660 


2,23 


0,21 


0,22 


1,00 


10 


0,01 


0,6 


720 


2,22 


0,21 


0,15 


1,01 


23 


0,11 


0.4 


700 


2,23 


0,21 


0,15 


1,01 


10 


0,08 


0,2 


680 


2,18 


0,21 


0,13 


1,00 


7 


0,05 


0,2 


660 


2,15 


0,20 


0,12 


0,98 


5 


0,04 


0,1 


720 


2,24 


0,21 


0,11 


1,03 


23 


0.19 


0.7 


700 


2,13 


0,20 


0,10 


1,00 


5 


0,17 


0,0 


680 


2,04 


0,20 


0.07 


0,96 


4 


0,14 


0,3 


660 


2,07 


0,20 


0,06 


0,99 


4 


0,12 


0,1 


720 


2,28 


0,21 


0,05 


1,04 


23 


0,30 


0,5 


700 


2,25 


0,21 


0,05 


1,02 


15 


0,23 


0,5 


680 


2,23 


0,21 


0,05 


1,01 


10 


0,16 


0,2 


660 


2,18 


0,21 


0,04 


1,01 


6 


0,13 


0,0 
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In addition to die casting of test plates, large engine parts with casting weights of 20 kg 
have been cast from the alloy. In comparison with the unmodified AS21, the castability 
was not significantly affected. 

The mechanical properties of the alloys are govemed by the content of Al, Si, and Zn, and 
5 is not significantly affected by the modification by addition of RE elements. 

The corrosion resistance of magnesium-aluminium-silicon based alloys is significantly 
improved by the addition of RE elements by: 

1) Reducing the solubility of Mn 

2) Reducing the solubility of Fe 

10 3) Modifying the corrosion behavior by the presence of RE. The presence of small 
amounts of Mn (above 0.01 weight %) is necessary for an optimum effect of the 
modification. 



This positive effect of RE elements on corrosion resistance will also apply for other levels 
of Al, Si and Zn in the AS-alloys. . mtm 
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Patent claims 

1. Magnesium based alloy with improved corrosion resistance, containing 1.5-5 weight % 
Al 0.6-1.4 weight % Si, 0.01-0.6 weight % Mn, 0.01-0.4 weight % RE. 

2. Magnesium alloy according to claim 1, wherein the alloy contains until 0.5 weight % 
5 Zn. 

3. Magnesium alloy according to claim 2, wherein the Zn content is in the range 0.1-0.3 
weight %. 

4. Magnesium alloy according to claim 1, wherein the Mn content is in the range 0.01-0.3 
weight %. 

10 5. Magnesium alloy according to claim 1, wherein the rare earth elements are Misch 
metal. 

6. Magnesium alloy according to claim 1-2, comprising 1.9-2.5 weight % Al, 0.7-1.2 
weight % Si, 0.15-0.25 weight % Zn, 0.01-0.3 weight % RE and 0.01-0.2 weight % 
Mn. 

15 7. Method of improving the corrosion resistance of magnesium, aluminium, silicon alloys 
where Mn is added in order to reduce Fe impurities, by keeping both Mn and Fe at a 
low level by adding small amounts of RE. 

8. Method according to claim 7, where the Mn content is kept above 0.01 weight % . 

9. Method according to claim 7, wherein the RE content is kept in the range 0.01-0.4 
20 weight % . 



Abstract 



Magnesium alloy with improved corrosion resistance comprising magnesi- 
um, 1.5-5 weight % Al, 0.6-1.4 weight % Si, 0.01-0.6 weight % Mn and 
0.01-0.4 weight % RE. Method of improving the corrosion resistance of 
magnesium, aluminium, silicon alloys where Mn is added in order to reduce 
Fe impurities, by keeping both Mn and Fe at a low level by adding small 
amounts of RE. „ , 
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